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© COLD-ROLLED STEEL PLATE HAVING EXCELLENT BAKING HARDENABILITY, NON-COLD-AGEING 
CHARACTERISTICS AND MOLDABILITY, AND MOLTEN ZINC-PLATED COLD-ROLLED STEEL PLATE 
AND METHOD OF MANUFACTURING THE SAME. 

© A cold rolled steel plate having excellent baking hardenability, non-cold-ageing characteristics and mol- 
dability. and a molten zinc-plated cold-rolled steel plate and a method of manufacturing the same. The structure 
of an annealed product is turned into mixed structure by positively adding Mn and Cr to a base materia! of very 
low carbon steel or very low carbon steel containing not less than one of Ti and Nb. This enables a steel plate 
having both a high paint-baking hardenability and a high non-cold-ageing characteristics as well as a high 
processability represented by an average r-value (deep drawing characteristics) to be obtained. Especially, the 
paint-baking hardenability is such that a cold-rolled steel plate and a molten zinc-plated cold-rolled steel plate 
which provide a BH amount as high as around 10 kgf/mm 2 as necessary, and which also have excellent non- 
cold-ageing characteristics, can be provided. 
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FIELD OF THE INVENTION 

The present invention relates to a cold rolled steel sheet and a hot dip zinc-coated cold rolled steel 
sheet having excellent paint bake hardenability. non-aging properties and formability. and a process for 

^hTcold rolled steal sheet according to the present invention is used for automobiles, electrical 
appliances and buildings after press forming. Moreover, the cold rolled steel sheet of the invention incudes 
both a cold rolled stee. sheet in a strict sense, namely, a cold rolled steel sheet wrthout surface <**™*«> 
and a cold rolled stee. sheet subjected to surface treatment such as Zn coating and all oyec I Zr coating^ 
Since the steel sheet of the invention has both strength and formability. the thickness of the sheet can be 
deduced that is. the sheet can be lightened compared with conventional steel sheets, when used. 
Accordingly, the use of the sheet is considered to contribute to the maintenance of the global environment. 

BACKGROUND OF THE INVENTION 

Since the recent progress of vacuum degassing molten stee. has made the "9°;-™^ of extr fcmely 
low carbon stee. easy, demand for extreme.y low carbon steel sheets **™9^ 0 ™^^*^" 
been increasing. Among the steel sheets, those extremely low carbon steel sheets in which T and I Nb .are 
compositely added and which are disclosed, for example, in Japanese Unexam.ned Patent Pubhcafon 
(Kokai) Nos 59-31827 and 59-38337 have extremely good formability. bake hardening (BH) propert.es and 
excellent hot dip zinc coating characteristics. Accordingly, the extremely low carbon steel sheets occupy an 
fmportant position. However, the amount of BH of the stee. sheets does not exceed the .eve. of convenl 
BH steel sheets, and has a drawback that they cannot secure their cold non-ag.ng propert.es when a further 
amount of BH is tried to be imparted thereto. ^ . 

Furthermore, there are many disclosures with regard to extremely low carbon steel sheets except .m 
formability and containing neither Ti nor Nb. for example, in Japanese Ex . mined Pa ^ Pubhcat.on 
(Kokoku) No. 53-22052. and Japanese Unexamined Patent Publ.cat.on (Koka.) Nos. 58-136721 and 58- 

1413 0n 'the other hand, many attempts have heretofore been made to increase the strength of steels white 
the formability thereof is being secured. Particularly, in the case of steels which have a tensile strength from 
30 to 50 kgW and to which the present invention relates, the strength thereof has been '"creased by 
adding P Si etc to the steels and utilizing these solid solution strengthening mechanisms. For examp e, 
a P nese Unexamined Patent Publication (Kokai) Nos. 59-31827 and 59-33837 disc lose processes for 
producing high strength cold rolled steel sheets having a tensile strength of up to a class of 45 kgf/mm by 
aSn mainfy Si and P to extreme.y low carbon stee. sheets to which Ti and Nb have been added 
Japanese Examined Patent Publication (Kokai) No. 57-57945 disclose a typical prior technique re abng to a 
process for producing a high strength cold ro.led steel sheet by adding P to an extremely low carbon steel 

,0W M^UTin^emt.y low carbon stee, containing neither Ti nor Nb ^panose Examined I Patent 
Publication (Kokoku) No. 58-57492 and Japanese Unexamined Patent Publ.cat.on (Koka.) No. 58-48636 
disclose techniques for highly strengthening steels by adding P, and Japanese Unexam.ned Patent 
Publication (Kokai) No. 57-43932 discloses a technique for utilizing Si. 

As described above, heretofore P firstly and Si secondly have often been used as strengthening 
elements for reasons as described below. It has been considered that the addition of small amounts of P 
and Si increases the strength of a steel because of their very high solid solution strengthening capab. hty. 
fhat the addition does not Tower the ductility and deep drawability of the steel much, and that the addition 
cost does not increase much. However, in reality, when strengthening the stee. w.th only these elements s 
tried not only the strength but also the yield strength of the steel increases significantly. As a result, 
defects of surface shapes are sometimes formed, and the use of the stee. for automobile pane, may 
some mes be restricted Moreover, when the stee. is hot dip coated with zinc. Si in the steel may ^induce 
the formation of poor coating, and P and Si may marked.y .ower the a.loying rate. Accord.ng.y. the addition 
of P and Si has a problem that they may lower the productivity ol the steel products. 

On the other hand, the use of Mn and Cr as solid-solution strengthening elements is also known. 
Japanese Unexamined Patent Publication (Kokai) Nos. 63-190141 and 64-62440 disclose techn.ques for 
adding Mn to Ti-containing extremely low carbon stee. sheets, and Japanese Examined ^^e"t PubhcaUon 
(Kokoku) No. 59-42742 and Japanese Examined Patent Pub.icatiori (Kokoku) No 57-57945 which , * 
mentioned above disclose techniques for adding Mn and Cr to extreme.y low carbon stee, to which T, has 
been added. 
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are prepared by adding Mn in an amount f om at least i 5 »/ * . , V 9 °° d f ° rm3bility and wnic " 
steel prepared by adding Ti. Mn is added t t t 15/otoless «h™ 3 .5% to an extremely low carbon 
5 transformation point leading to the stabilization of th- f^""* f0r the purpose of lowerin 9 the Ar 3 
structure. Moreover, the paLt ZX^^ST r °" in9 ^ f ° rmin9 3 U " if °™ ™a. 

1.0% for the purpose of further improl ^tJe duStT Hn ' 2 ^ V 3 " am ° unt from 02 t0 «P to 
the addition of large amounts of Mn -nd^^ n ^S2i lhe * baSed °" the idea *- 

the strength and the ductility. Furthermore. ^ZL^T^l^^ particularl V • balance between 
" ,n the invention, and the invention does not make The b aL h T ™ fr0m the conventional level 

va.ues compatible with the non-aging prapertiTs ^rdenab.Lty "hich is higher than conventional 

patent pub,ica»ion can be concluded as fotws ^TSS^ ^ HMWW ' the the 
'« P and Si which are principal addition element and tiTerefo e th ^ "? & ^ 30 auxi,iar V ° f 

h.gh yield strength compared with its strength anc^ S Mn and r ""^ ^ Sheet thuS 0btained has a 
for examp.e, they are added for the purpo^of neitnlt) "V*** ** PUrP ° S6S 0the ' tha " «■ 

m,xed structure, nor (b) improving the work hTrdeninlT alana subsequent to annealing a 
-proving the secondary formabi.it> ? no <e7Sp£S^^™ (C> ' mpartin9 BH to the steel - "or (d) 

Still furthermore, Japanese UnexamVned pZ? * ^ W * 

d.sclose processes for producing cold rolled stell *22 h (K0k8,) N ° S ' 58 " 48636 and 57 '203721 
drawabihty by adding a large amount of B to ert rem eh/ tow earh ' !* ^ fT" 6 " b * 0 hardena biHty and deep 
added, and annealing a, a temperature fronW^e^ZT * "*** T '' 3nd Nb have not be *" 

sssa: a — ^ — Jssar srts: 

~^r2i^ " — d above, stee, sheets 

Phase stee. (DP steel) in which a ferrite phase and a martin ? * exemp,ified *>y the so-called Dual 
prepared by adding a.loying elements such as Si Mn and 2 2 T, " P V* 3 miXtUre 3nd which is 
opt.m.zmg a continuous annealing temperature and « mIJSI ! ° W C3rb ° n alumi ^m-killed steel, and 
have an extremely low yield ratio' (YR) toough rt has a high "sTrenoT ^ 3 ° P *»' is k " OW " * 
propert.es and a high BH. However, the DP steel has a f ' S 3 ' S ° kn0Wn t0 have "on-aging 
and a poor deep drawability. In addition processes t tSf * " "? 3 r - V3 ' Ue 35 low as 1* 
d.sc.osed in Japanese Examined Patent Pub ^ffiLT^^ ^ r °" ed Steel sheets ar * 
Patent Publication (Kokai) Nos. 50-75113 and 51-39524 M 368 3nd Japanese Unexamined 

J? ft a,uminum-,,ed stee,, 

Patent Pub.ication (Kokai) No. 3-277741 d sclose Lm Dc i f 3 ' 21611 3 " d Japanese ""examined 
low carbon stee.s. In the preparation of tUeTZ^STrn s T^ ^ Sh6etS Prep3red from e ^me.y 
carbon steels in addition to large amounts of Nb and Ei and a T CO t mpos,te * added » extremely low 
Phases transformed at a low temperature „ foC afte^ annS ° f 3 ferrite phase and 

havmg a h,gh r-value, a high BH. a high ductility and co,d ^on aninn 9 ' Z ^ C °' d r °" ed S,eel she ^s 

Particularly with regard to Jaoanre iin^I; ^ i 9 9 pro P ert,es are obtained. 
Publication discoses £££^£%^J^^ -a 3-277741. the patent 

properties and in addition formability wherein a leel orelri k L 9 3 b * e hardena W«ty. non-aging 
and Cr to an extreme.y .ow carbon steel is annelS a a temn^ f ? ^ B ^ Ti ' 3nd in Edition Mn 
he Ac, transformation point to form a slrlJr^^^Sr T * *~* AC '- 5 °* C t0 ,ess tha " 
fernte having a volume ratio of up to 5% andfenX 52L2r P ° S ' te StmCtUre com ^ of acicu.ar 
present inventors, it has become evidemX^teST^'H a K eSU,t * det3i,8d inves «9ation by the 
composite structure stee. sheet having a second f °" 0Win9 prob,em ^ That is/in a 

to the stee. at least at a conventional .eve. name.v in In „Z , ° Uf> l ° 5% by volume - impa ™ng BH 
the amount of BH exceeds 5 kgfW STm somPtT 6XCeedin9 5 k9f/mm2 iS difficu,t ' a "^ "hen 
Properties o, the stee. thus being found Tc ° SeCUrin ° * e «W0 
conta-ning 0.004% of C. 0.01% of Si 1 5% o, M m nf ? „ ^ ° f eX3mple ' 3 N b-containing steel 
0.0025% of N and 0.01% of S has been . nel.ed w i Ve ho^dino t % " ? \ ° ° 25% ° f Nb ' * AI - 

range from 840 to 865 -C whereby the volume ato T L «J „ I temperature has ^ changed in the 
and the re.ationship between the^moun oTbh and Z YP H a S ^ ^ Ch3n98d fr ° m 0 t0 20% - 
exam,ned. The results thus obtained are shown in % T^'clt from fT^T 9 *" ^ h3S been 

g. i. it .s clear from Fig. 1 that securing the non-aging 
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properties of the steel becomes difficult when the steel contains the second phase in an mount of up to 5% 
by volume. This is probably caused by an insufficient density of migrational dislocations introduced into the 
ferrite because of a small volume ratio of the second phase. 

Furthermore. Japanese Unexamined Patent Publication (Kokai) No. 60-197846 discloses a technique for 
5 obtaining a steel having such properties as described above by adding a large amount of B to an extremely 
low carbon steel containing neither Ti nor Nb. However, as a result of intensively examining the technique, 
the present inventors have found that forming a composite structure by adding such a large amount of B 
involves problems as described below: 

1) A steel containing such a large amount of B does not lower its Aci transformation point. As a result, to 
w obtain a composite structure, annealing the steel at an extremely high temperature becomes essential, 

resulting in troubles such as rupture of the steel sheets during continuous annealing. 

2) Since the temperature range of a + > of the steel is extremely narrow, the structure may change in the 
width direction, or the material of the steel may greatly vary, or a composite structure may be formed or 
may not be formed when the annealing temperature changes in a magnitude of several degrees 

75 centigrade. The production of the steel therefore becomes extremely unstable. 

3) The addition of B in a large amount brings about the deterioration of the steel ductility. 

4) The addition of B in a large amount causes the formation of a defective metallic coating. The steel is 
therefore inappropriate for a hot dip zinc-coated steel sheet. 

5) Moreover, imparting BH in an amount of at least 5 kgf/mm 2 becomes not only difficult, the steel to 
20 which BH is imparted in an amount exceeding 5 kgf/mm 2 exhibits a YP-EI exceeding 0.2% after artificial 

aging. As a result, the non-aging properties of the steel are not secured. 

As described above, there have been several proposals on composite structure steel sheets in 
extremely low carbon steels. However, the amount of BH does not deviate from the conventional level at all, 
and the non-aging properties remain at a level only slightly exceeding the conventional one. 

25 

DISCLOSURE OF THE INVENTION 

Steel sheets used for panels of automobiles are strictly required to have good surface shaping 
properties, for example, not forming a springback and a surface strain after pressing. The surface shaping 
30 properties of steel sheets are known to become preferable as the yield strength becomes low. However, 
highly strengthening steel sheets generally involves a considerable increase of the yield strength as 
described in the prior art. Accordingly, in the case of increasing the strength of steel sheets, it is required to 
inhibit the increase of the yield strength as much as possible. 

Moreover, steel sheets are required to have resistance to dent formation after press forming. The 
35 resistance to dent formation herein signifies that the steel sheets have resistance to a permanent recessed 
deformation of the steel sheets when an assembled automobile is hit with a stone, etc. The resistance to 
dent formation of a steel sheet becomes high as the deformation stress subsequent to press forming and 
paint baking becomes high if the sheet thickness is constant. Accordingly, among steel sheets having the 
same yield strength, those steel sheets which have a higher paint bake hardenability and a higher working 
40 hardenability exhibit a more improved resistance to dent formation. 

It can be concluded from the above illustration that a steel sheet desirable for panels, etc., of 
automobiles is one that has not so high a yield strength, that work hardens significantly, and that has a high 
paint bake hardenability at the same time. The steel sheet is naturally required to be excellent in formability 
such as an average r-value (deep drawability) and elongation (bulging characteristics) and substantially non- 
45 aging at room temperature. 

The present invention satisfies the desire as described above, and an object of the invention is to 
provide a cold rolled steel sheet and a hot dip zinc-coated cold rolled steal sheet to which, particularly with 
regard to the paint bake hardenability, BH can be imparted in an amount as high as about 10 kgf/mm 2 in 
accordance with its application, which has both non-aging properties (YP-EI: less than 0.2 after artificial 
50 aging) and formability, and which has not been obtained in the known literature as described above. 

The present inventors have carried out intensive research to achieve the object as described above, 
and obtained novel knowledge as described below. 

That is, an extremely low carbon steel containing neither Nb nor Ti and an extremely low carbon steel 
containing Nb and/or Ti have been used as base steels, and the effects of the addition of B, Mn and Cr to 
55 the base steels on relationships between structures and tensile strength after cold rolling, annealing and 
temper rolling have been investigated in detail while much attention has been paid to Aci and a—y 
transformation behaviors of the steels during annealing. Although a composite structure comprising ferrite 
and phases transformed at low temperature have been obtained by adding B in an amount of at least 

5 
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0.0040% as a result of the investigation, the following results have been confirmed: 1) annealing the steel at 
a temperature fairly high compared to conventional ones is essential to obtain the composite structure; 2) 
since the temperature range for making the steel have the desired composite structure is extremely narrow, 
variation in the steel materials during production is extremely great; 3) it is difficult to impart BH in an 

5 amount of at least 5 kgf/mm 2 to such a steel, and in addition the yield point elongation (YP-EI) of the steel 
after artificial aging exceeds 0.2% when the steel has BH in an amount of at least 5 kgf/mm 2 , securing the 
cold non-aging properties becoming impossible; and 4) the steels are extremely sensitive to cooling 
conditions after annealing, and the sensitivity also makes the material characteristics of the steels such as 
the amount of BH and the average r-value markedly unstable. Moreover, when Ti and/or Nb is added, 

w similar tendencies have been observed in either of the following cases: composite addition of Nb and B, 
composite addition of Ti and B, and composite addition of Nb, Ti and B. 

In contrast to the above-mentioned steels, the results as described below have been obtained from 
steels which have been prepared by adding Mn and/or Cr to the above-mentioned extremely low carbon 
steel and which have been made to contain greater than 5% of the phases transformed at low temperature 

75 based on the entire volume. 

1) Since these elements are -y-phase-forming ones, the steels have the low a—+y transformation point, 
and do not require so high an annealing temperature though they are extremely low carbon steels. 

2) In addition, since the steels have an extremely wide a+«y dual phase region, variation in the materials 
during production is extremely small. 

20 3) Furthermore, BH in an amount of at least 5 kgf/mm 2 can be easily imparted to the steels. Even when 
BH in an amount of about 10 kgf/mm 2 is imparted to the steels, the YP-EI after artificial aging does not 
exceed 0.2%. Accordingly, the very excellent non-aging properties and bake hardenability are found to 
be compatible with each other in the steels. According to the present inventors* inference, the 
compatibility is probably brought about by the higher migrational dislocation density in the low 

25 temperature transformation product and ferrite introduced therearound in the steels in which a mixed 
structure is formed by adding Mn and Cr than in steels having a composite structure formed by 
composite addition of B. 

4) Furthermore, it is one of the important characteristics of the steels that mixed structure steel sheets in 
which Mn and Cr have been added exhibit good mechanical properties such as the r-value and BH 
30 regardless of cooling conditions after annealing, and that the steel sheets can therefore be easily 
produced. The improvement of the r-value becomes significant when Ti and Nb are not added. 
Moreover, even those steels to which Mn and Cr have been added cannot exhibit these properties when 
an excessively large amount of B (at least 0.0030% by weight) is added. 
The influence of Mn, Cr, P and Si which are intended to be used as strengthening elements for highly 
35 strengthening steels on mechanical properties of the steels has been investigated with regard to each of the 
elements, and as a result novel knowledge as described below has been obtained. 

That is, it has been found that Si and P which have heretofore been often used as solid solution 
strengthening elements a) significantly increase firstly the yield strength of steels when added thereto in 
trace amounts, and b) as a result markedly reduce the working hardenability of the steels in a low strain 
40 region. 

On the other hand, there has been obtained the following extremely important novel knowledge that the 
addition of Mn and Cr which have heretofore been seldom used a) barely not increases the yield strength of 
steels and increases the tensile strength, and b) as a result rather increases the working hardenability 
thereof in a low strain range. 

45 This is probably the reason why the steel of the present invention exhibits a low yield ratio, in addition 
to the formation of a mixed structure caused by the addition of Mn and Cr. Moreover, such a reduction of P 
and Si in the steel is also significant in that the reduction lowers the a~* y transformation point. 

Furthermore, the present inventors have found that the steel of the present invention has advantages as 
a hot dip zinc-coated cold rolled steel sheet. That is, a steel to which Si and P have been added in large 

so amounts is known to exhibit deteriorated coating properties at the time of hot dip coating with zinc and in 
addition a delayed alloying reaction after coating. However, even when a steel to which Mn and Cr have 
been added contains at the same time large amounts of Si and P, its hot dip zinc coating properties are 
found not to be impaired. The present inventors have further investigated the influence of B, and found that 
a large amount of B in the steel exerts adverse effects on the coating properties in hot dip coating with zinc, 

55 and alloying reaction characteristics of the steel. 

The present invention has been achieved based on such an idea and such novel knowledge, and the 
subject matter of the invention is as described below. 
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That is, the present invention relates to a cold rolled steel sheet and a hot dip zinc-coated cold rolled 
steel sheet having a mixed structure comprising a low temperature transformation product and ferrite, which 
is composed of, in terms of percentage by weight, from 0.0005 to 0.0070% of C, from 0.001 to 0.8% of Si, 
from 0.3 to 4.0% of Mn, from 0.003 to 0.15% of P, from 0.0005 to 0.015% of S, from 0.005 to 0.20% of Al, 

5 from 0.0003 to 0.0060% of N, optionally less than 0.0030% of B, said B satisfying the condition B/NS1.5, 
and from 0.01 to 3.0% of Cr, and the balance Fe and unavoidable impurities. 

Furthermore, the present invention relates to a process for producing a cold rolled steel sheet or hot dip 
zinc-coated cold rolled steel sheet, which comprises finish hot rolling a slab having the components as 
described above at a temperature of at least (Ar 3 -100)'C, coiling the rolled product at a temperature from 

70 800 *C to room temperature, cold rolling the product at a draft of at least 60%, continuously annealing the 
resultant sheet at a temperature from at least the a— y transformation point to up to the Ac 3 
transformationpoint, or hot dip coating the resultant sheet with zinc, for example, by in-line annealing type 
procedure wherein the annealing temperature is set at a temperature from at least the a— y transformation 
point to up to the Ac 3 transformationpoint. 

75 Furthermore, the present invention relates to a cold rolled steel sheet or hot dip zinc-coated cold rolled 
steel sheet having a mixed structure comprising a low temperature transformation product in an amount 
exceeding 5% by volume based on the total volume and ferrite, which is composed of, in terms of 
percentage by weight, from 0.0005 to 0.0070% of C, from 0.001 to 0.8% of Si, from 0.8 to 4.0% of Mn, 
from 0.005 to 0.15% of P, from 0.0010 to 0.015% of S, from 0.005 to 0.1% of Al, from 0.0003 to 0.0060% 

20 of N, less than 0.0005% of B, one or two elements selected from the group consisting of Ti in an amount 
from 0.003 to 0.1% and Nb in an amount from 0.003 to 0.1%, optionally from 0.01 to 3.0% of Cr, and the 
balance Fe and unavoidable impurities. 

Still furthermore, the present invention relates to a process for producing a cold rolled steel sheet or hot 
dip zinc-coated cold rolled steel sheet, which comprises finish hot rolling a slab having the components as 

25 described above at a temperature of at least (Ar 3 -100)'C at the time of hot rolling, coiling the rolled product 
at a temperature from 800 # C to room temperature, cold rolling the product at a draft of at least 60%, 
continuously annealing the resultant sheet at a temperature from at least the or-*-/ transformation point to up 
to the AC 3 transformation point, or hot dip coating the resultant sheet with zinc, for example, by an in-line 
annealing type procedure wherein the annealing temperature is set at from at least the a— -y transformation 

30 point to up to the Ac 3 transformation point. 

DETAILED DESCRIPTION OF THE DRAWING 

Fig. 1 is a graph showing a relationship between the volume ratio of the second phase and the BH, and 
35 one between the volume ratio and the YP-EI after artificial aging. 

BEST MODE FOR PRACTICING THE PRESENT INVENTION 

The reasons for restricting the steel compositions and the production conditions as described above are 

40 further illustrated below. 

C: C is an extremely important element that determines the material properties of products. An 
extremely low carbon steel having been vacuum degassed is a prerequisite of the present invention. Since 
the steel containing less than 0.0005% of C lowers its grain boundary strength and exhibits deteriorated 
secondary formability, the lower limit of C is defined to be 0.0005%. On the other hand, since the steel 

45 containing greater than 0.0070% of C exhibits deteriorated formability and cannot secure its cold non-aging 
properties, the upper limit of C is defined to be 0.0070%. 

Si: Si is known to be as an element which increases the strength of the steel at low cost, and the 
addition amount of Si varies depending on the desired strength level of the steel. However, the steel 
containing greater than 0.8% of Si exhibits an excessively high yield strength, and produces a surface strain 

50 at the time of press forming. Moreover, the a— y transformation point rises, and the annealing temperature 
of the steel for obtaining the mixed structure becomes considerably high. Furthermore, the steel comes to 
have problems such as lowering of the sensitivity to chemical conversion, lowering of the adhesion of hot 
dip zinc coating, lowering of the productivity caused by the retardation of alloying reaction, and the like. The 
lower limit of Si is defined to be 0.001% in view of the steel production techniques and the cost. 

55 Mn, Cr: Mn and Cr are the most important elements in the present invention. That is, since Mn and Cr lower 
the a^y transformation point of the steel, the steel does not require a very high temperature for forming the 
mixed structure. In addition, since Mn and Cr widen the a+y dual phase region, the volume ratio of the 
mixed structure can be easily controlled. As a result, there is less variation of the steel material during the 
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production, and the addition improves the productivity. Furthermore, BH in an amount of at least 5 kgf/mm 2 
which cannot usually be obtained can be easily imparted to the mixed structure steel sheet obtained by 
utilizing Mn and Cr. The steel sheet thus having BH even in an amount of at least 5 kgf/mm 2 exhibits very 
excellent non-aging properties. The properties are peculiar to the mixed structure steel sheet obtained by 

5 utilizing Mn and Cr, and cannot be obtained from a ferrite single phase structure steel sheet and a 
composite structure steel sheet obtained by adding a large amount of B Furthermore, it is an important 
point that the steel to which Mn and Cr have been positively added exhibits an almost non-deteriorated r- 
value even when annealed in the a + y dual phase region, though an ordinary steel is known to exhibit a 
markedly lowered r-value when annealed in the a+y region. 

10 Still furthermore, Mn and Cr are effective solid solution strengthening elements which increase the 
strength of the steel without greatly increasing the yield strength of the steel, improve the chemical 
conversion properties, and have the effect of improving hot dip zinc coating properties. In the present 
invention, Mn is an essential element, and Cr is optionally added. That is, Mn is more effective than Cr in 
lowering the a— y transformation point and widening the a + y dual phase region, and therefore Mn is 

75 utilized. Since Cr has excellent effects on improving the BH, enhancing the work hardenability, and the like, 
it is added to the steel when these properties of the steal are desired to be further improved. 

The steel to which Mn has been added in an amount of less than 0.3% does not significantly exhibit the 
effects as described above when Ti and Nb are not added. Accordingly, the lower limit of Mn is defined to 
be 0.3%. On the other hand, since the steel to which Mn has been added in an amount greater than 4.0% 

20 does not form a good mixed structure, the upper limit is defined to be 4%. Moreover, when Ti and Nb are 
added to the steel, the resultant steel does not exhibit the effects as described above significantly if the 
addition amount of Mn is less than 0.8%. The steel does not form a good mixed structure when the addition 
amount of Mn exceeds 4%. Accordingly, the addition amount of Mn is defined to be in the range from 0.8 
to 4.0%. 

25 Furthermore, since the steel to which Cr has been added in an amount of less than 0.01% does not 
exhibit the addition effects, the lower limit is defined to be 0.01%. Since the steel to which Cr has been 
added in an amount greater than 3.0% does not form a good mixed structure, the upper limit is defined to 
be 3.0%. 

P: P is known, similarly to Si, to increase the strength of the steel at low cost. The addition amount of P 
30 varies in accordance with the desired strength. The steel to which P has been added in an amount greater 
than 0.15% requires a markedly high temperature of annealing to form a mixed structure and exhibits an 
excessively increased yield strength which causes a defective surface shape during pressing. Moreover, the 
steel exhibits an extremely retarded alloying reaction during continuous hot dip zinc coating, and lowers the 
productivity. The steel also exhibits deteriorated secondary formability. Accordingly, the upper limit is 
35 defined to be 0.15%. Furthermore, the lower limit is defined to be 0.003% in view of the steel production 
techniques and the cost. In addition, the lower limit of P is preferably defined to be 0.005% in view of such 
points as described above when Ti and Nb are added. 

S: Through a smaller amount of S in the steel is preferable, the production cost of the steel becomes 
high when the amount of S is made less than 0.0005%. Accordingly, the lower limit of the amount of P is 
40 defined to be 0.0005%. On the other hand, when the amount of Mn in the steel exceeds 0.015%, MnS is 
precipitated in a large amount, whereby the formability of the steel is deteriorated. Accordingly, the upper 
limit of the amount of S is defined to be 0.015%. In addition, in the case of adding Ti and Nb, the lower 
limit of the amount of S in the steel is preferably defined to be 0.001% for the same reason as described 
above. 

45 Al: Through Al is used for deoxidation of the steel and fixing N, Al in an amount less than 0.005% in the 
steel is not sufficient to achieve the effects. On the other hand, the use of Al in an amount greater than 
0.20% makes the steel costly. Accordingly, the upper limit of the amount of Al is defined to be 0.20%. In 
addition, in the case of adding Ti and Nb, the upper limit of the amount of Al is preferably defined to be 
0.1% for the same reason as described above. 

so N: A smaller amount of N in the steel is preferable. However, when the amount of N is made less than 
0.0003%, the steel becomes very costly. On the other hand, when the amount of N therein is excessively 
large, the use of Al in a large amount becomes necessary, and the formability of the steel is deteriorated. 
Accordingly, the upper limit of the amount of N is defined to be 0.0060%. 

Ti, Nb: Ti and Nb play the role of securing the formability and non-aging properties of an extremely low 

55 carbon steel by fixing all or part of N, C and S. Moreover, Ti and Nb refine crystal grains of a hot rolled 
steel sheet, and make the formability of the product sheet good. Accordingly, Ti and Nb are added to the 
steel when such properties are further required. When the amount of Ti and Nb is less than 0.003%, the 
addition effects cannot be achieved. Accordingly, the lower limit of the amount of Ti and Nb is defined to be 
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0.003%. On the other hand, since the use of Ti and Nb in an amount greater than 0.1% brings about a 
marked increase in the alloy cost, the upper limit of the amount of Ti and Nb is defined to be 0.1%. 

B: Since B is effective in preventing secondary work embrittlement, it may be added. However, to 
secure cold non-aging properties of the steel in the case where the amount of BH exceeds 5 kgf/mm 2 while 

5 the formability thereof is being taken into consideration, the addition amount of B is defined to be less than 
0.0030% when Ti and Nb are not added, or less than 0.0005% when Ti and/or Nb is added. 

In addition, in the former case, it is preferable that B should be added in view of the formability of the 
steel so long as the condition B/NS1.5 is satisfied. 

Subsequently, reasons for restricting the production conditions will be illustrated below. 

io A steel having a composition as described above is prepared at first, and cast to give a slab using a 
conventional continuous casting equipment. In the continuous casting, a slab having a thickness comparable 
to that of a hot rolled sheet may be cast by the so-called synchronous continuous casting process in which 
there is no relative speed difference between the slab and the inner wall of the mold, for example, by a 
process of a single roll type, twin roll type, or belt type. 

75 The slab is then heated at a temperature from 1000 to 1300*C, and hot rolled. From the standpoint of 

securing the formability of the product sheet, the slab is finish hot rolled at a temperature of at least (Ar 3 - 
100) # C, and coiled. Coiling is carried out at a temperature from 800 ° C, preferably 750° C, to room 
temperature. That is, the present invention is characterized by its product material which is insensitive to 
the coiling temperature after hot rolling. Since Mn, Cr, etc., are added in fairly large amounts, the hot rolled 

20 sheet has a significantly fine and uniform structure. The insensitivity of the product is considered to be 
partly due to the structure. For the purpose of preventing the yield lowering caused by the material 
deterioration at both edges of the coil, the upper limit of the coiling temperature is defined to be 800 °C. 

The hot rolled steel strip thus obtained is used in cold rolling. Conventional conditions are satisfactory 
for the cold rolling. To secure deep drawability of the steel strip after annealing, the draft is defined to be at 

25 least 60%. 

The cold rolled strip thus obtained is annealed. That is. the cold rolled steel strip is transferred to a 
continuous annealing furnace, optionally overaged, and annealed under predetermined conditions. When the 
steel strip is to be coated with zinc, it is annealed using the continuous annealing furnace, transferred to an 
off-line coating bath, and subjected to coating treatment. In this case, the cold rolled steel strip may also be 

30 subjected to coating treatment after transferring the strip to the continuous hot dip zinc coating equipment 
of an in-line annealing type. 

In the present invention, such conditions for annealing are important to obtain a mixed structure of 
ferrite and phases transformed at low temperature (second phase) such as acicular ferrite, martensite, 
austenite or bainite. Particularly when Ti and/or Nb is added, the conditions are important because the 

35 phase transformed at low temperature is required to be formed in an amount of at least 5% based on the 
entire volume. 

That is, when Ti and Nb are not added, C in the steel is in a state of being dissolved thereinto. As a 
result, the steel exhibits a good bake hardenability. However, to improve the non-aging properties of the 
steel, the steel should be heated to the austenite region to precipitate a second phase and form a mixed 
40 structure by heating the steel. In this case, even when the amount of the second phase precipitation is up to 
5%, there can be obtained a steel having the YP-El mentioned above of less than 0.2%. However, to obtain 
a steel stably having non-aging properties, the precipitation amount should preferably be made greater than 
5%. 

On the other hand, in the case of adding Ti and Nb to the steel, Ti and Nb form carbides, and therefore 
45 C is in a precipitated state. Accordingly, for the purpose of improving the bake hardenability of the steel, the 
carbides should be dissolved in the steel to form dissolved C. It is therefore important to heat the steel to 
the austenite region and dissolve the carbides. Heating the steel in this temperature region significantly 
improves the non-aging properties Fig. 1 shows a relationship between the volume ratio % of the second 
phase and the amount of BH and a relationship between the volume ratio % of the second phase and the 
50 YP-El after artificial aging. The YP-El drastically decreases to become less than 0.2% when the volume ratio 
of the second phase exceeds 5%, and becomes approximately 0 when the volume ratio is near 8%. That is, 
the steel is capable of becoming substantially in a non-aging state at room temperature. The amount of BH 
drastically increases to become at least 5 kgf/mm 2 when the volume ratio of the second phase exceeds 5%, 
and becomes approximately 10 kgf/mm 2 when the volume ratio is 20%. 
55 Accordingly, in the case of this steel, it becomes important that the volume ratio of the second phase 
should exceed 5%. 
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(Conditions for annealing cold rolled steel strip) 

The cold rolled steel strip is soaked in an annealing furnace in a temperature range from at least the 
a^-y transformation point to up to the Acs transformation point. 
5 When the soaking temperature is less than the a— y transformation point, the second phase characteris- 

tic to the present invention, namely, the low temperature transformation product, cannot be obtained. 
Moreover, since the steel which has been annealed at a temperature exceeding the AC3 transformation point 
exhibits markedly deteriorated formability, the upper limit of the annealing temperature is defined to be the 
Ac-3 transformation point. 

io Although the rate of heating the steel to the soaking temperature is not specified, the rate is preferably 
in a range from 5 to 20'C/sec. In addition, the steel may also be heated rapidly at a rate of about 
1000'C/sec. 

The soaking time is in a range from 0 to several minutes. 

Although the average cooling rate of the steel from the soaking temperature is not specified, the steel is 
75 cooled at a rate of preferably up to 30'C/sec in the temperature range from 650 to 750 °C when the 
product is particularly required to have a low yield strength and a high ductility, and preferably at least 
30°C/sec when the product is particularly required to have an excellent bake hardenability and non-aging 
properties. 

In addition, in the case of adding Ti and/or Nb, the volume ratio of the second phase can be made 
20 greater than 5% by controlling the soaking temperature in the range mentioned above in accordance with 
the chemical components of the steel. 

(Conditions for annealing hot dip zinc-coated cold rolled steel strip) 

25 Although the rate of heating the coated cold rolled steel strip to the soaking temperature is not 
specified, the strip is heated preferably at a rate in a range from 3 to 30'C/sec. In addition, the strip may 
also be heated at a high rate of approximately 1000°C/sec. 

The soaking temperature and the holding time may be similar to those of the cold rolled strip. 
The steel strip is cooled at a rate from 1 to 600'C/sec from the soaking temperature, and coated with ■ 
30 zinc by immersing the strip in a coating bath (temperature: 420 to 520 °C, AI concentration in the bath: 0.05 
to 0.3%). 

The cooling rate may be varied in accordance with desired conditions for the products as in the case of 
the cold rolled steel sheet. 

After coating the steel strip with zinc, the strip is heated at a rate from 1 to 1000 a C/sec, held at a 
35 temperature in a range from 480 to 600 °C for 1 to 60 sec, and cooled at a rate from 1 to 200°C/sec to 
room temperature, whereby alloying treatment of the zinc coating is achieved. 

The cold rolled steel strip and the hot dip zinc-coated steel strip are produced as described above, and 
then they are optionally temper rolled at a draft from 0.1 to 2%. 

According to the present invention, there can thus be obtained a steel sheet having a low yield strength, 
40 a significant work hardenability and a high paint bake hardenability, and excellent in an average r-value 
(deep drawability) and an elongation (bulging properties). Especially with regard to the paint bake 
hardenability, a large amount of BH of about 10 kgf/mm 2 can optionally be imparted to the stee! sheet, and 
the present invention may provide a cold rolled steel sheet or hot dip zinc-coated cold rolled steel sheet 
which has in addition non-aging properties. 
45 The present invention will be illustrated below by reference to examples. 

Example 1 

Steel slabs having compositions as shown in Table 1 were prepared, and hot rolled under the following 
50 conditions to give steel strips each having a thickness of 4.0 mm: a slab heating temperature of 1200 "C, a 
finish temperature of 902 *C and a coiling temperature of 700 -C. The steel strips were pickled, and cold 
rolled at a draft of 80% to give cold rolled steel sheets each having a thickness of 0.8 mm. The steel sheets 
were continuously annealed under the following conditions: a heating rate of 10*C/sec, a soaking 
temperature from 810 to 950 'C and a soaking time of 50 sec, an average rate of cooling to 650 'C of 
55 5-C/sec, and an average rate of cooling from 650 *C to room temperature of 80 # C/sec. The resultant 
sheets were further temper rolled at a draft of 1.0%. Tensile test pieces of JIS No. 5 were taken from the 
sheets, and tensile tested. The tensile test results are summarized in Table 2. 
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The amount of WH herein designates an amount of work hardening when a tensile strain of 2% is 
imparted to the test pieces in the rolling direction, and is obtained by subtracting a yield stress (YP) from a 
2% deformation stress. Moreover, the amount of BH is an amount of a stress increase when the 2% 
prestrained test pieces are heat treated at 1 70 " C for 20 minutes (heat treatment corresponding to baking 

5 finish) and tensile tested again (value obtained by subtracting 2% deformation stress from lower yield stress 
at the time of tensile testing again). Moreover, the secondary work brittle transition temperature is a 
ductility-brittle transition temperature obtained by punching the temper rolled steel sheets to give blanks 
having a diameter of 50 mm, forming cups with a punch having a diameter of 33 mm, and subjecting the 
cups to a drop weight tear test. 

70 It is evident from Table 2 that the steels of the present invention have a high paint bake hardenability 

which has never been obtained in steel sheets of conventional steels having a tensile strength of the same 
level and in addition a very excellent non-aging properties. The principal reason for obtaining the preferable 
results from the steels of the present invention is considered to be as follows: those steel sheets which are 
made to have a mixed structure by adding Mn and Cr have a preferable dislocation density compared with 

75 steel sheets which are made to have a composite structure by adding B. Moreover, the steels of the 
present invention have a low yield strength, excellent surface shaping properties, a large amount of WH and 
a high r-value. Accordingly, the steels are appropriate materials, for example, for outside and inside panels 
of automobiles. 

20 
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Example 2 

50 

The influence of the soaking temperature in continuous annealing was investigated using Steel Nos 3-2 
and 3-4 in Table 1. The conditions for hot rolling and cold rolling were the same as in Example 1. The cold 
rolled steel sheets were then heated to a soaking temperature from 860 to 930 °C at a rate of 10"C/sec, 
held at the soaking temperature for 50 sec, cooled to 650 *C at an average rate of 5'C/sec, and then 
55 cooled to room temperature from 650* C at an average rate of 80*C/sec to effect continuous annealing. The 
annealed sheets were further temper rolled at a draft of 1.0%. Tensile test pieces of JIS No. 5 were taken 
from the sheets, and tensile tested. The tensile test results are summarized in Table 3. 
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Note» * YP-2a obtained After Artificially aging the steel at !O0 # C for 1 hr 

It is evident from Table 3 that there can be stably obtained a steel of the invention (Steel No. 3-2) 
having excellent material properties even when the soaking temperature is changed. In contrast to the steel, 
Comparative Steel No. 3-4 exhibits a markedly changed strength when the soaking temperature is only 
40 slightly changed. Moreover, the amount of BH and the r-value also vary greatly. 

Example 3 

Steel Nos 3-1 to 3-5 and Steel Nos 4-1 to 4-4 in Table 1 were hot rolled under the following conditions 
45 to give steel sheets having a thickness of 3.8 mm: a slab heating temperature of 1200°C, a finish 
temperature of 930 -C and a coiling temperature of 720 e C. The steel sheets were pickled, and cold rolled 
to give cold rolled steel sheets having a thickness of 0.75 mm. The steel sheets were then heated to the 
same annealing temperature as in Example 1 at a rate of 15*C/sec, cooled at a rate of about 70*C/sec, 
conventionally hot dip coated with zinc at 460 "C (Al concentration in the bath: 0.11%), further heated at 
so 520 • C for 20 sec to effect alloying treatment, and cooled to room temperature at a rate of about 20 • C/sec. 
Measurements of the appearance of the coating, the powdering properties and the Fe concentration in the 
coating were made of the alloyed zinc-coated steel sheets thus obtained. The results thus obtained are 
summarized in Table 4. 

55 
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Table 4 



Steel No. 


Coating 
appearance 


Powdering 


Fe concentration % 


Note 


3-1 


e 


5 


10.1 


Steel of invention 


3-2 


e 


5 


9.9 


Steel of invention 


3-3 


A 


3 


2.5 


Comparative steel 


3-4 


X 


2 


3.6 


Comparative steel 


3-5 


XX 


2 


2.7 


Comparative steel 


4-1 


e 


5 


9.5 


Steel of invention 


4-2 


e 


5 


10.3 


Steel of invention 


4-3 


XX 


* 


* 


Comparative steel 


4-4 


A 


2 


2.5 


Comparative steel 



Note: Measurement becoming impossible 



The appearance of the coating was evaluated under the following criteria: 
e: the coating adhering to the sheet in an area ratio of 100%, 

O: the coating adhering to the sheet in an area ratio of at least 90%, 
is A: the coating adhering to the sheet in an area ratio from 60 to 90%, 

x: the coating adhering to the sheet in an area ratio from 30 to 60%. and 

xx: the coating adhering to the sheet in an area ratio of only up to 30%. 
The coating adhesion (powdering) herein was measured by adhesion bending the sheet at an angle of 
180*, allowing an adhesive tape to adhere to the bent portion, peeling the tape, and judging the peeled 
30 state of the zinc coating from the amount of the peeled coating adhering to the tape. The peeled state was 
evaluated by the following five ranks: 1: a large amount of peeling, 2: a medium amount of peeling, 3: a 
small amount of peeling, 4: a trace amount of peeling, and 5: no peeling. 

Furthermore, the Fe concentration in the coating layer was obtained by X-ray diffraction. 
It is evident from Table 4 that the steels of the present invention exhibit a good coating appearance and 
35 good powdering properties, and have Fe concentrations in the alloy layer corresponding to that of the 5i 
phase which is considered to be a desirable phase. The results as described above are obtained probably 
because P, B and Si which deteriorate the coating adhesion and retard the alloying reaction rate are 
decreased and Mn and Cr are added in the present invention. Moreover, when Mn and Cr are added, P and 
Si contained in the steels to some extent are found not to impair the coating characteristics of the steels. 

40 

Example 4 

Steel slabs having compositions as shown in Table 5 were hot rolled under the following conditions to 
give steel strips having a thickness of 4.0 mm: a slab heating temperature of 1180°C, a finish temperature 

45 of 910 °C and a coiling temperature of 600 *C. The strips were pickled, and cold rolled at a draft of 80% to 
give cold rolled steel sheets having a thickness of 0.8 mm. The steel sheets were then continuously 
annealed under the following conditions: a heating rate of 10*C/sec, a soaking temperature from 810 to 
920 °C and a soaking time of 50 sec and an average cooling rate of 60*C/sec. The resultant sheets were 
further temper rolled at a reduction of 0.5%. Tensile test pieces of JIS No. 5 were taken from the sheets, 

so and tensile tested. The tensile test results are summarized in Table 6. 

The amount of WH herein designates an amount of work hardening produced when a tensile strain in 
an amount of 2% is imparted to the test pieces in the rolling direction, and is obtained by subtracting a 
yield stress (YP) from a 2% deformation stress. Moreover, the amount of BH is an amount of stress 
increase produced when the test pieces to which prestrain in an amount of 2% has been imparted are heat 

55 treated at 170"C for 20 minutes (heat treatment corresponding to paint baking) and tensile tested again 
(value obtained by subtracting the 2% deformation stress from the lower yield stress at the time of tensile 
testing again). Moreover, the secondary work brittle transition temperature is a ductility-brittle transition 
temperature obtained by punching the temper rolled steel sheets to give blanks having a diameter of 50 
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45 



50 



55 



mm, forming cups with a punch having a diameter of 33 mm, and subjecting the cups to a drop weight tear 
test at various temperatures. 

Tablfi 5 

Ch«nlcal oorpc30«at» cZ itMli (to b* OCPCinuad) 







C 






P 


8 


Al 


Cr 


Tl 


Kb 


N 


3 


10 


1-1 




0.007 


0.61 


0.007 


C.004 


0.04 




- 


0.025 


0.0016 


- 




1-3 
*• • 


ft nrw 


0 . 011 


0. 61 


0.010 


0.006 


0.03 


0.4 


0.010 


0.012 


0.0019 


0.0002 








0 .010 


0. 15 


0 ,030 


0.007 


0.03 






0.313 


0.O027 


0 , 0017 


15 




ft ftrt 9 


0 • 0X5 


1. IS 


0.030 


0.006 


0.03 




0.021 




0.0022 


0.0CD3 








0 • 008 


1.20 


0.006 


0.005 


0.04 


0.7 


* 


0.016 


0.0015 


• 




2-3 


0 . C04 




0. 62 


0.018 


0.010 


D.07 






C.027 


0.0C21 


0.0033 


20 




0 * 00 3 


0 .010 


0. 20 


6.011 


0.007 


0 . 34 




0.035 


0.015 


0.O025 


0.0059 








0 -520 


0.15 


0.014 


0.004 


0.03 




0.040 




C. 0016 


0.0002 




3 • 1 


3 ft** n 


o • an 


1. 40 


0.065 


O.O06 


0.03 


i.O 


0.021 


O.OU 


O.OC22 


0.0002 


25 


3-5 


0 DO A 


A ft n c 
v • 00 D 


1 . 65 


0.070 


0. 005 


0.04 






0.020 


C.OC15 


0.0004 




3-3 


C .004 


0.022 


0.15 


0.105 


0 • 00$ 


0 • 04 


ft 0 




0 . 006 


0 • 0025 


0 . 0030 




3-4 


0.004 


0.029 


0.76 


0.012 


0.006 


0.04 




0.025 


0.025 


O.OC33 


0.0015 


30 


3-S 


0.0O3 


0.150 


o.sso 


0.090 


0.005 


C.030 


0.2 


0.010 


0.015 


0.002 






4-1 


0.005 


O.OOS 


2.20 


0.OB0 


0.006 


0.05 




0.007 


0.025 


0.0014 


0.0003 




4-2 


0.003 


0.012 


1.75 


0.075 


0.O06 


0.04 


1.6 


O.O20 


0.019 


0.0018 




35 


4-3 


o.oce 


0.650 


0.41 


0.060 


0.007 


o.os 


0.1 




0.015 


0.0022 


0.0045 




4-4 


0.OC3 


O.200 


0.60 


0.120 


C.006 


0.O4 


0.5 


0.020 


0.010 


0.0017 


0.OOC2 




5-1 


0.003 


0 .015 


1.95 


0.110 


O.OOS 


0.03 


1.0 


O.026 


0.014 


0.O022 


0.0001 


40 


5-2 


0.O0) 


0.013 


2.30 


0.070 


0.007 ' 


" 0.03 


2.4 


0.010 


0.045 


O.O019 


C.OO03 




5-3 


0,004 


0.310 


0.70 


0.140 


0,009 


0.04 


1.0 


0.025 


0.006 


0.0024 


O.O003 
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5 


fited 
No. 


°C 


). Second ph*»c 
volv-ae rario 


Note 




1-1 


B9 0 


25 


dCwi or inv«iii.ioo 




1-2 


•tin 


J./ 


O* ^aI #"»^ < 1 1 1 !■ lit -1 J~ Jl'. 


10 


1-3 


910 




Cactpsxative acmX 




2-1 


Ofin 
BOW 




am ► 1 4 — sm* — * 4 •— *m 




2*2 


990 






75 


2*3 


910 




cowpsxixive 0c mi 




2*4 


920 


5C 
B9 






2-5 


880 


ft 




20 


2 -X 


860 


IS 






3-2 


960 








3 -3 


900 






25 


3-4 


900 


1 Q 






3*5 


9ft0 


o 


wccspt* iLtlvt VwMi 


30 


4-1 


94 C 


46 


Steel of invention 


4-2 


820 


21 


eteel of iavettion 




4-3 


900 


24 


Cooperative steal 


35 


4-4 


950 


0 


Coo-pare, tive itMl 


5-1 


840 


31 


steel Of invent Ion 




5-2 


910 


17 


Steel of invention 


40 


5-3 


940 


0 


Coe-parative steel 



45 



50 



55 
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Table 6 



5 


No. 




T8 
taa 2 


Rl 
% 


r 


V3£ 


Bi 

tag!/ 
mm 2 


YP-£1» 
% 


ffd»* 


Br. 
f r>». 


s«e. 

vol. 
rati© 
% 


Not* 


10 


1-1 


13 


31 


51 


2.3 


6.1 


5.1 


0.0 


34.2 


-80 


15 


SI 




1-2 


14 


32 


49 


2.2 


5.8 


7.4 


CO 


27.3 


-80 


17 


01 




1-3 


18 


30 


46 


1.7 


4.6 


4.4 


0.4 


27.0 


-70 


3 


Cfi 


15 


2-1 


IS 


36 


46 


2.2 


6.1 


5.0 


0.0 


25.3 


-75 


22 


ffl 




3-2 


16 


35 


46 


2.4 


6.7 


8.6 


0.0 


31.3 


-80 


36 


81 




2-3 


22 


36 


42 


1.5 


4.9 


5.5 


0.7 


32.4 


-60 


22 


CS 


20 


2-4 


22 


37 


38 


1.8 


4.2 


6.3 


1.0 


32.5 


* B0 


25 


CS 




2-5 


21 


35 


42 


1.7 


1.5 


0.2 


0.0 


32.7 


-30 


0 


CS 




3-1 


1* 


40 


43 


2.1 


6.5 


S.l 


0.0 


20.8 


•75 


19 


az 


25 


3-2 


21 


41 


42 


2.0 


6.5 


10.2 


0.0 


37. B 


-80 


25 


81 " 




3-3 


2C 


41 


37 


1.6 


5.1 


6.0 


1.4 


39.1 


-75 


34 


OS - 




3-4 


25 


41 


36 


1.8 


5.3 


5.9 


1.2 


36.2 


•70 


18 


ce ~ 


30 


3-5 


29 


40 


35 


1.4 


1.9 


1.1 


0.0 


32.0 


-15 


0 


CS 




4-1 


24 


45 


40 


2.1 


5.4 


11.3 


0.1 


40.4 


-75 


46 


az 




4-3 


23 


44 


36 


1.9 


6.6 


5.0 


0.0 


33.9 


-70 


21 


61 


35 


4-3 


29 


45 


34 


1.2 


4.4 


4.8 


0.8 


38.2 


-60 


24 


CS 




4-4 


30 


46 


34 


1.4 


2.2 


0.8 . 


0.0 


33.0 


-0 


0 


CS 


40 


5-1 


26 


50 


38 


1.9 


7 .0 


7.2 


0.0 


40.2 


•70 


31 


ei 


5-2 


25 


50 


37 


2.0 


6.6 


5.3 


CO 


36.1 


-65 


17 


Bi 




5-3 


37 


49 


31 


1.3 


2.8 


1.9 


0.1 


41.7 


-20 


0 


CS 


45 




Note* 




StMl 


Of invention 















CS Ccmp*Jrative cteel 

* YP-E1 obtained aftar Artificial aglnc the steel at 100*0 for 1 hr 
•* Od - YP+BK»MH 

Br. trana. t«rp. - Brittle transition toeiparatura 
£*c. phase vol. ratio « Second pha*8 volun* ratio 

50 

It is evident from Table 6 that the steels of the present invention have high paint bake hardenability 
which has never been obtained in steel sheets of conventional steels having a tensile strength of the same 
level, and in addition very excellent non-aging properties. The principal reason for the preferable results of 
55 the steels in the present invention is probably as follows: those steel sheets which are made to have a 
mixed structure by adding Mn and Cr have a preferable dislocation density compared with steel sheets 
which are made to have a composite structure by adding B and 1Mb. Moreover, the steels of the present 
invention have a low yield strength, excellent surface shaping properties, a large amount of WH and a high 
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r-value. Accordingly, the steels are appropriate materials, for example, for outside and inside panels of 
automobiles. 

Example 5 

5 

The influence of the soaking temperature in continuous annealing was investigated using Steel Nos 3-2 
and 3-4 in Table 5. Conditions for hot rolling and cold rolling were the sane as in Example 4. The resultant 
cold rolled sheets were continuously annealed by heating at 10*C/sec, holding at a soaking temperature 
from 860 to 920 # C for 50 sec, and cooling at an average rate of 60"C/sec. The annealed sheets were 
io further temper rolled at a reduction of 0.5%. Tensile test pieces of JIS No. 5 were taken from the sheets, 
and tensile tested. The results of the tensile test are summarized in Table 7. 



15 

£to be continued} 



20 



25 







yp 


26 


El 


X 




EH 


VP-SI* 


No- 








% 








% 




860 


21 


41 


42 


2.0 


*.* 


10.2 


0,0 


3-2 


680 


20 


41 


43 


2.1 


6.8 


9.9 


0*0 




900 


22 


4a 


41 


2.0 


7.1 


10.3 


0.0 




6 SO 


18 


32 


40 


1.5 


2.3 


1.1 


0.0 


3-4 


900 


25 


41 


36 


1.6 


5.3 


5.* 


1.2 




530 


33 


45 


33 


1.2 


5.1 


4.9 


1.1 



30 



Cable 7 fa^vMwn-fl) 



35 



45 



fiteel 

Mo. 




Brittle transition 


Beoond phJtAA 
vol id* ratlo% 


Boca 




37. B 


-•0 


25 


0t«tl of iawtioa 


3-2 


36.7 


-75 


35 


•teel cf invention 




39.4 


-80 


51 


Stoei of invention 




21.4 


-15 


0 


Canparative etc*l 


3-4 


36.2 


•70 


18 


comparative eteel 




43.0 


-75 


80 


Comparative eteel 



Notai » YP-K1 obtained after artificially aging tlw* steel ac 10C 6 C for 1 hr 



It is evident from Table 7 that there can be stably obtained in the present invention steels having 
excellent material properties even when the soaking temperature is changed. In contrast to the steels of the 
55 invention, Comparative Steel No. 3-4 exhibits a markedly changed strength when the soaking temperature is 
only slightly changed. Moreover, the amount of BH and the r-value also vary greatly. 
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Example 6 



The influence of the cooling condition after soaking and holding in continuous annealing was investi- 
gated using Steel Nos 3-2 and 3-4 in Table 5. Conditions for hot rolling and cold rolling were the same as in 
Example 4. After cold rolling, the steel sheets were heated at 10-C/sec, held for 50 sec at 800 'C or 
900 -C, cooled to 750 *C at an average rate from 3 to 60-C/sec, and cooled to room temperature at an 
average rate from 750 to 60-C/sec. The sheets were further temper rolled at a reduction of 0.5%. Tensile 
test pieces of JIS No. 5 were taken from the sheets, and tensile tested. The results of tensile test are 
summarized in Table 8. 



10 



Table B 



75 



20 



25 



30 



35 



(to b* 



Steal cd** Srittla transition Second pb&ea 

No. kgf/sst 3 tup. *C voIum ratio 

% 



BwMl 


Soaking 


cold 






El 


r 


WW 


SB 




No. 


tewp. 


roliiag 


kgf/rar. 2 




% 




kgf /ran 2 


Xgf/Bin 2 


i 




•c 


rat* 


















•c/eec 
















3-2 


880 


60 


20 


41 


43 


2.1 


6.6 


9.9 


0.0 


3 


19 


41 


44 


2.2 


6.7 


9.6 


0,0 


2D 


21 


41 


43 


2.1 


6.5 


10.1 


CO 


3-4 


9 DO 


60 


25 


41 


36 


1.8 


5.3 


5.9 


1.2 


3 


20 


34 


3e 


1.4 


2.5 


0.9 


0.0 


20 


23 


36 


37 


1.6 


3.5 


3.4 


0.2 












to 











40 



45 



36.7 



3-2 



35.3 



37.6 



36.2 



3-4 



23.3 



29.9 



-75 



-75 



-70 



-70 



30 



•65 



35 



31 



33 



19 



10 



Steel of invention 



6tMl of invention 



B^oel of invent:! go 



Cecnparative at^el 



Comparative eteel 



Cocqparativ* itttl 



50 



Not*: 



* YP-El obtained after artificially agiag the -steel .at 100°C for 1 hr 
♦* ad-VP*BH*WH 



It is evident from Table 8 that Steel No. 3-2 of the invention can extremely stably exhibit excellent 
material properties even when the cooling rate after soaking is changed. In contrast to the steel of the 
invention, Comparative Steel No. 3-4 exhibits a markedly changed strength when the cooling rate is only 
55 slightly changed. Moreover, the amount of BH and the r-value also vary greatly. 
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Example 4 

Steel Nos 3-1 to 3-5 and Steel Nos 4-1 to 4-4 in Table 5 were hot rolled under the following conditions 
to give steel sheets having a thickness of 3.8 mm: a slab heating temperature of 1220 * C, a finish 
temperature of 900 *C and a coiling temperature of 500 'C. The steel sheets were pickled, and cold rolled 
to give cold rolled steel sheets having a thickness of 7.5 mm. The steel sheets were then heated to the 
maximum heating temperature of 890 °C at a rate of 15 *C/sec, cooled at a rate of about 70*C/sec, 
conventionally hot dip coated with zinc at 460 - C (Al concentration in the bath: 0.11%), further heated at 
520° C for 20 sec to effect alloying treatment, and cooled to room temperature at a rate of about 20°C/sec. 
Measurements of the appearance of the coating, the powdering properties and the Fe concentration in the 
coating were made on the alloyed zinc-coated steel sheets thus obtained. The results thus obtained are 
summarized in Table 9. 

The appearance of the coating was evaluated under the following criteria: 

©: the coating adhering to the sheet in an area ratio of 100%, 

O: the coating adhering to the sheet in an area ratio of at least 90%, 

A: the coating adhering to the sheet in an area ratio from 60 to 90%, 

x: the coating adhering to the sheet in an area ratio from 30 to 60%, and 

xx: the coating adhering to the sheet in an area ratio of only up to 30%. 
The powdering properties herein were measured by adhesion bending the sheet at an angle of 180*. 
allowing an adhesive tape to adhere to the bent portion, peeling the tape, and judging the peeled state of 
the zinc coating from the amount of the peeled coating adhering to the tape. The amount was evaluated by 
the following five ranks: 1: a large amount of peeling, 2: a medium amount of peeling, 3: a small amount of 
peeling, 4: a trace amount of peeling, and 4: no peeling. 

Furthermore, the Fe concentration in the coating layer was obtained by X-ray diffraction. 

Table 9 



Steel No. 


Coating 
appearance 


Powdering 


Fe concn. % 


Second phase 
vol. ratio % 


Note 


3-1 


© 


5 


10.5 


46 


Steel of invention 


3-2 


© 


5 


9.8 


50 


Steel of invention 


3-3 


X 


2 


1.1 


16 


Comparative steel 


3-4 


A 


3 


3.3 


6 


Comparative steel 


3-5 


X 


2 


2.5 


0 


Comparative steel 


4-1 


© 


5 


9.7 


64 


Steel of invention 


4-2 


© 


5 


10.0 


72 


Steel of invention 


6-3 


XX 


2 




5 


Comparative steel 


4-4 


A 


2 


2.0 


0 


Comparative steel 


Note: Fe concn. = Fe concentration 



"; Measurement becoming impossible 



It is evident from Table 9 that the steels of the present invention exhibit a good coating appearance and 
good powdering properties compared with conventional steels, and have Fe concentrations in the alloy layer 
corresponding to that of the 5^ phase which is considered to be a desirable phase. The results as described 
above are obtained probably because p, B and Si which deteriorate the coating adhesion and retard the 
alloying reaction rate are decreased and Mn and Cr are added in the present invention. Moreover, when Mn 
and Cr are added, P and Si contained in the steels to some extent are found not to impair the coating 
characteristics of the steels. 
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POSSIBILITY OF UTILIZATION IN THE INDUSTRY 



It is evident from the explanation as described above that the present invention may provide a cold 
rolled steel sheet having a paint bake hardenability which heretofore has never been realized and non-aging 

5 properties. Moreover, the steel of the present invention has extremely good press formability, and can 
exhibit a rust-preventive function because the steel is excellent in hot dip zinc coating characteristics. As a 
result, when the steel of the invention is used as a body or frame of an automobile, the sheet thickness can 
be reduced, that is, lightening the body becomes possible. The present invention therefore can greatly 
contribute to the maintenance of the global environment to which much attention has recently been paid. As 

io described above, the industrial significance of the present invention is extremely great. 

Claims 



1. A cold rolled steel sheet excellent in paint bake hardenability, non-aging properties and formability, 
is which is composed of, in terms of percentage by weight, from 0.0005 to 0.0070% of C, from 0.001 to 

0.8% of Si, from 0.3 to 4.0% of Mn, from 0.003 to 0.15% of P, from 0.0005 to 0.015% of S, from 0.005 
to 0.20% of Al, from 0.0003 to 0.0060% of N and the balance Fe and unavoidable impurities, and which 
has a mixed structure comprising phases transformed at low temperature and ferrite. 

20 2. The cold rolled steel sheet according to claim 1 , wherein the steel sheet further contains less than 
0.0030% by weight of B, said B satisfying the condition B/N<1.5. 

3. The cold rolled steel sheet according to claim 1, wherein the steel sheet further contains from 0.01 to 
3.0% by weight of Cr and less than 0.0030% by weight of B. said B satisfying the condition B/N<1.5 

25 

4. A cold rolled steel sheet excellent in paint bake hardenability, non-aging properties and formability, 
which is composed of, in terms of percentage by weight, from 0.0005 to 0.0070% of C, from 0.00.1 to 
0.8% of Si, from 0.8 to 4.0% of Mn, from 0.005 to 0.15% of P, from 0.0010 to 0.015% of S, from 0.005 
to 0.1% of Al, from 0.0003 to 0.0060% of N, less than 0.0005% of B, one or two elements selected 

30 from the group consisting of Ti in an amount from 0.003 to 0.1% and Nb in an amount from 0.003 to 

0.1%, and the balance Fe and unavoidable impurities, and which has a mixed structure comprising 
phases transformed at low temperature in an amount greater than 5% based on the total volume and 
ferrite. 

35 5. The cold rolled steel sheet according to claim 4, wherein the steel sheet further contains from 0 01 to 
3.0% by weight of Cr. 

6. A hot dip zinc-coated cold rolled steel sheet excellent in paint bake hardenability, non-aging properties 
and formability, which is composed of, in terms of percentage by weight, from 0.0005 to 0.0070% of C, 
40 from 0.001 to 0.8% of Si, from 0.3 to 4.0% of Mn, from 0.003 to 0.15% of P. from 0.0005 to 0.015% of 

S, from 0.005 to 0.20% of Al, from 0.0003 to 0.0060% of N and the balance Fe and unavoidable 
impurities, and which has a mixed structure comprising a product transformed at low temperature and 
ferrite. 



45 7. The hat dip zinc-coated cold rolled steel sheet according to claim 6, wherein the steel sheet further 
contains less than 0.0030% by weight of B, said B satisfying the condition B/NS1.5. 

8. The hot dip zinc-coated cold rolled steel sheet according to claim 6, wherein the steel sheet further 
contains from 0.01 to 3.0% by weight of Cr and less than 0.0030% by weight of B, said B satisfying the 
50 condition B/NS 1.5. 



9. A hot dip zinc-coated cold rolled steel sheet excellent in paint bake hardenability, non-aging properties 
and formability, which is composed of, in terms of percentage by weight, from 0.0005 to 0.0070% of C, 
from 0.001 to 0.8% of Si, from 0.8 to 4.0% of Mn, from 0.005 to 0.15% of P f from 0.0010 to 0.015% of 
S, from 0.005 to 0.1% of Al, from 0.0003 to 0.0060% of N, less than 0.0005% of B, one or two 
elements selected from the group consisting of Ti in an amount from 0.003 to 0.1% and Nb in an 
amount from 0.003 to 0.1%. and the balance Fe and unavoidable impurities, and which has a mixed 
structure comprising phases transformed at low temperature in an amount greater than 5% based on 
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the total volume and ferrite. 

10. The hot dip zinc-coated cold rolled steel sheet according to claim 9, wherein the steel sheet further 
contains from 0.01 to 3.0% by weight of Cr. 

5 

11. A process for producing a cold rolled steel sheet excellent in paint bake hardenability, non-aging 
properties and formability, which comprises heating a slab composed of, in terms of percentage by 
weight, from 0.0005 to 0.0070% of C, from 0.001 to 0.8% of Si, from 0.3 to 4.0% of Mn, from 0.003 to 
0.15% of P, from 0.0005 to 0.015% of S, from 0.005 to 0.20% of Al, from 0.0003 to 0.0060% of N and 

70 the balance Fe and unavoidable impurities, hot rolling the slab and finishing hot rolling at a temperature 

of at least (Ar 3 -100)°C to give a hot rolled steel strip, coiling the hot rolled steel strip in a temperature 
range from 800 • C to room temperature, cold rolling the hot rolled steel strip after coiling at a reduction 
of at least 60% to give a cold rolled steel strip, and annealing the cold rolled steel strip by inserting the 
the steel strip in an annealing furnace whose soaking temperature is adjusted in a temperature range 

75 from at least the a-~ y transformation temperature to up to the Ac 3 transformation temperature. 

12. The process for producing a cold rolled steel sheet according to claim 11, wherein the slab further 
contains less than 0.0030% by weight of B, said B satisfying the condition B/NS1.5. 

20 13. The process for producing a cold rolled steel sheet according to claim 11, wherein the slab further 
contains from 0.01 to 3.0% by weight of Cr and less than 0.0030% by weight of B, said B satisfying the 
condition B/N£1 .5. 

14. A process for producing a cold rolled steel sheet excellent in paint bake hardenability. non-aging 
25 properties and formability, which comprises heating a slab composed of. in terms of percentage by 

weight, from 0.0005 to 0.0070% of C, from 0.001 to 0.8% of Si, from 0.8 to 4.0% of Mn. from 0.005 to 
0.15% of P, from 0.0010 to 0.015% of S, from 0.005 to 0.1% of Al, from 0.0003 to 0.0060% of N, less 
than 0.0005% of B, one or two elements selected from the group consisting of Ti in an amount from 
0.003 to 0.1% and Nb in an amount from 0.003 to 0.1%, and the balance Fe and unavoidable 

30 impurities, hot rolling the slab and finishing hot rolling at a temperature of at least (Ar3-100)°C to give a 
hot rolled steel strip, coiling the hot rolled steel strip in a temperature range from 800*0 to room 
temperature, cold rolling the hot rolled steel strip after coiling at a reduction of at least 60% to give a 
cold rolled steel strip, and annealing the cold rolled steel strip by inserting the steel strip in an 
annealing furnace whose soaking temperature is adjusted in a temperature range from at least the 

35 a— ^transformation temperature to up to the Ac3 transformation temperature. 

15. The process for producing a cold rolled steel sheet according to claim 14, wherein the slab further 
contains from 0.01 to 3.0% by weight of Cr. 

40 16. A process for producing a hot dip zinc-coated cold rolled steel sheet excellent in bake hardenability, 
non-aging properties and formability, which comprises heating a slab composed of, in terms of 
percentage by weight, from 0,0005 to 0.0070% of C, from 0.001 to 0.8% of Si, from 0.3 to 4.0% of Mn, 
from 0.003 to 0.15% of P, from 0.0005 to 0.015% of S, from 0.005 to 0.20% of Al, from 0.0003 to 
0.0060% of N and the balance Fe and unavoidable impurities, hot rolling the slab and finishing hot 

45 rolling at a temperature of at least (Ar 3 -100)°C to give a hot rolled steel strip, coiling the hot rolled steel 
strip in a temperature range from 800 • C to room temperature, cold rolling the hot rolled steel strip after 
coiling at a draft of at least 60% to give a cold rolled steel strip, annealing the cold rolled steel strip by 
inserting the steel strip in an annealing furnace whose soaking temperature is adjusted in a temperature 
range from at least the a—? transformation temperature to up to the AC3 transformation temperature, 

50 and coating the annealed strip with zinc by immersing the strip in a hot dip zinc coating bath. 

17. The process for producing a hot dip zinc-coated cold rolled steel sheet according to claim 16, wherein 
the slab further contains less than 0.0030% by weight of B, said B satisfying the condition B/N^1.5. 

55 18. The process for producing a hot dip zinc-coated cold rolled steel sheet according to claim 16, wherein 
the slab further contains from 0.01 to 3.0% by weight of Cr and less than 0.0030% by weight of B, said 
B satisfying the condition B/N^1.5. 
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19. A process for producing a hot dip zinc-coated cold rolled steel sheet excellent in paint bake 
hardenability, non-aging properties and formability. which comprises heating a slab composed of, in 
terms of percentage by weight, from 0.0005 to 0.0070% of C, from 0.001 to 0.8% of Si, from 0.8 to 
4.0% of Mn, from 0.005 to 0.15% of P, from 0.0010 to 0.015% of S, from 0.005 to 0.1% of Al, from 

5 0.0003 to 0.0060% of N, less than 0.0005% of B, one or two elements selected from the group 

consisting of Ti in an amount from 0.003 to 0.1% and Nb in an amount from 0.003 to 0.1%, and the 
balance Fe and unavoidable impurities, hot rolling the slab and finishing hot rolling at a temperature of 
at least (Ar 3 -100)'C to give a hot rolled steel strip, coiling the hot rolled steel strip in a temperature 
range from 800 -C to room temperature, cold rolling the rot rolled steel strip after coiling at a reduction 

io of at least 60% to give a cold rolled steel strip, annealing the cold rolled steel strip by inserting the 

steel strip in an annealing furnace whose soaking temperature is adjusted in a temperature range from 
at least the a— 7 transformation temperature to up to the Ac 3 transformation temperature, and coating 
the annealed steel strip with zinc by immersing the steel strip in a hot dip zinc coating bath. 

75 20. The process for producing a hot dip zinc-coated cold rolled steel sheet according to claim 19, wherein 
the steel slab further contains from 0.01 to 3.0% by weight of Cr. 
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